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DIRECTIONS GIVEN BY THE 


PatewTEEs, how their Compounded ſtuffe is to be 
vſed in Dying. 


Dunes all Colours to be made oz finiſhed with the ſaid S tuffe, are to be w2onght 
NI Des vpon god grounds of Woad, accozding to the lightncfle 02 ſadnes of the colours that are 
2 intended to be made. 
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0 S 8 Item, the Cloth, Berſep, Bapes, oꝛ whatſocuer clſe to be dyed , is firſt to be bopled 
with Allom and Ar gall as they vſe to doe fo2 graine colours in halle water, and halle lis 
SEHK quo; oz Ficat, and then to be landed, and very well cooled. 

The ſame muſt be finiſhed in new float oz liquoꝛs of B2anne and water /ſuch as oꝛdi⸗ 
narilie are vſed fo2 graine Colours) not aboue one day old, In manner following: 

Firſt, the Lead o2 Copper being pꝛepared and filled with a quantitie of the ſars Float oz liquoz p2opoz- 
tionabte foz ſuch things as are purpoſed to be dycd, the Cloth oz whatſocucr elſe malt be mathercd, hauing 
an allowance of Nlather, as kolloweth. 

CA Cloth ſoz a French Ruſſet of 60. T. waight, 2 
tau, | being a (ad azure in woad, — 


A Violet of the Ike waight, being a ſad wat > 
— c Three pound. 
bl 


Fourc pound. 


chet in woad, 


7 For | | - 
( 8 A Purple of the like waight, being a light wat⸗ 
N ein, * chet in woad a / _ Fre Cc pound. 
n g i | | + a 4 
A Tawncy of the like waight, being & light 1 


1 Zzure in woad, 


And ſo p;opoztionably fo2 any colours to be dyed accozding to p lightnes oz ſadnes of their Woads, Pꝛo- 
uided alwaics, that they be high ynough in voad fo2 the colours purpoſed to be made. 

Then being mathered as afozeſatd, they are to be very tleane waſhed, and the Lead oꝛ Tepper to be pꝛe⸗ 
pared with one third part of water actoꝛding to the quantitie of Clothes oꝛ other things intended to be fints 
ſhed, And then a quantitie of our Compounded ſtuſfe to be allowed, as followeth. 


A French Ruſſet of the waight of 60.t. — — JFiue pound. 

Fo; JA Violet of the like waight. . ¶ V oo pound and a halſe. 
A Purple of the like waig bt... ( I'woo pound. 
A 1lawncy of thc like waight.— — JOne pound. 


Mhich Stuffe is to be put into the ſaid third part of Water in the Lead 02 Copper, Cirring the ſame ton 
finually till it boyle, which it muſt doe halle an hower, and then put to the water, twice aſmuch Float oz li- 
quo2 of a day old, oꝛ a day t a halfe at the moſt, this liquoꝛ muſt be ſweet, and not made vpon ſtale greunds. 

Then your Lead oꝛ Copper being at a moderate oz nathering heat, ſtirre about the liquoz that the Stuffe 
map not pe at the bottome. 

1 Zhcnſhote in your Clothes putting in the ſaddeſt Colours firſt, foz example, firſt a French Ruſſet gis 
uing it 5 02 6 ends ouer the winche very quicke, Then a Violet giuing it one 0; two ends in like ſo2t, Then 
a Purple 4c, when anyofthe aſoꝛeſaid Clothes came to their height 02 ſadries, they mult be landed, and ves 
ry well cooled, continuing the ficr till the Lead be ready to boyle: 2 DTherf ſtirre about the L10us; and 
thote in the Clothes againe, and let them be handled 4 02 5 ends over the winche as ſhalbe treught fit, then 
let them boyle till they haue taken the ſtrength of the Stuffe, 02 till they come to the Colours deu ed, then 
land them and cole them very well. 3 And il they be once meze ſhot into the Liquoz and handled 4 cz 5 
ends oner the winche, they will be the better and fairer. 

Yauing thus finiſhed any of the fozeſaid Colours, there may be dyed in the ſame Liquo2s (being refre⸗ 
ſhed with a little water oz Float) Laucnder colours, Siluer colours, Aſhe colours, 02 ſuch like vpon very light 
Woads, the ſame being bopled in Allom ag afozeſaid, and not waſhed out of their Boyling. 


